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[Name of Document] SPECIFICATION 

(Title of the Invention] WATER-DECOMPOSABLE FIBROUS SHEET 
CONTAINING GEL COMPOUND 
[Scope of Claim for Patent] 

[Claim 1] A water-decomposable fibrous sheet comprising, watcr-dlspersible fibers 
having a fiber length of at most 20 mm, and a gel compound 

[Claim 2] The water-decomposable fibrous sheet as set forth in claim 1, wherein the 
gel compound is formed from colloidal particulates and an electrolyie. 

[Claim 3] Hie water-decomposable fibrous sheet as set forth in claim 2, wherein the 
colloidal particulates are colloidal silica. 

[Claim 4] The water-decomposable fibrous sheet as set forth in claim 3, which has a 
colloidal silica content of from 025 g to 25 g in terms of silicic acid anhydride, relative 
to 100 g of the fibers. 
~[CffinT5]~Tte'wator a dceompo^ 

contains an aqueous solution infiltrated thereinto and the aqueous solution contains at 
least 0.2 % by mass of the electrolyte. 

[Claim 6] Hie water-decomposable fibrous sheet as set forth in any one of claims 1 
to 5, which further contains a binder for binding the fibers to each other. 

[Claim 7] The water-decomposable fibrous sheet as set forth in claim 6, wherein the 
binder is at least one compound selected from a group consisting of alkyl celluloses, 
carboxymethyl cellulose, polyvinyl alcohol, modified polyvinyl alcohols, sodium 
poly aery late, sodium alginate, polyethylene oxide, starch, and modified starches. 

[Claim 8] The water-decomposable fibrous sheet as set forth in cliim 6 or 7, wherein 
a layer containing the binder and the colloidal silica is formed nn the surface of a 
fibrous layer of the water-dispersible fibers. 
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[Claim 9] The water-decomposable fibrous sheet as set forth in chiim 6 or 7, wherein 
a layer of the binder is formed on the surface of a fibrous layer of the water-dispersible 
fibers containing the colloidal silica. 

[Claim 10] The water-decomposable fibrous sheet as set forth in claim 6 or 7, which 
contains the colloidal silica and the binder in a fibrous layer of the water-dispersible 
fibers. 

[Claim 11] The water-decomposable fibrous sheet as set forth in any one of claims 8 
to 10, wherein the fibrous layer is of a water-decomposable non-woven fabric having 
been subjected to water-jetting treatment 

[Claim 12] The water-decomposable fibrous sheet as set forth in a ny one of claims 8 
to 10, wherein the fibrous layer is of a waler-decomposable paper having been prepared 
in a paper-making process. 

[Claim 13] The water-decomposable fibrous sheet as set forth in any one of claims 1 
WtZ^a&ti a weight of the fibers falls from 30 to 80 g/m*<—- — — _ 

[Claim 14] The water-decomposable fibrous sheet as set forth in any one of claims 1 
to 13, which has a degree of decomposition in water of at most 200 seconds measured in 
wet according to JIS P-4501, a strength at break in dry of at least 1400 g/25 mm, and a 
strength at break in wet of at least 150 g/25 mm, 

[Detailed Description of the Invention] 
[0001] 

[Industrially Applicable Field] 

The present invention relates to a water-decomposable fibrous sheet capable of 

being readily decomposed and dispersed in waler flow* More precisely, it relates to 

such a water-decomposable fibrous sheet of which the decomi* usability in water 

measured in wet, the strength at break measured in dry, and the strength at break 
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3 

measured in wet are all good 
[0002] 

[Prior Ait and the Problem thereof) 

To wipe the skin of human bodies including the private parts thereof or to 

clean toilets and thereabouts, the fibrous sheet are used as wiper sheets. The strength 

of the wiper sheets must be enough for wiper applications. For easy and effective use, 

many such wiper sheets are wetted with a detergent chemical or the like previous to 

being used. Therefore, the wiper sheets must have high strength in wet lo such a 

degree that they are well fit for wiping with them wetted with such a detergent chemical 

or the like. 

[0003] 

On the other hand, this type of the sheets axe preferably decomposable in water 
in order that they could be direcfly disposed of in toilets after iheir use. This is 
becauserif pooriy waler-decoinposable sheets are-disposed of ^in_toilets_afterAeirjise^ 
they will take a lot of time until they are decomposed and dispersed in septic tanks, or 
will clog the drainpipes around toilets, etc, 
[0004] 

Accordingly, the sheets to be used in wet with a detergent chemical or the like 
infiltrated thereinto must satisfy the two contradictory requirements, one being that they 
must have high strength in wet with a detergent chemical or the like infiltrated thereinto 
to such a degree that they are well fit for wiper applications, and the other being that 
they must be decomposable in water after disposed of in toilets. However, it is 
extremely difficult to produce sheets having well-balanced decora potability in water 
and strength. 
[0005] 
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Fbr increasing the wet strength of fibrous sheets without lowering the 
decomposability in water thereof, a binder for binding the constituent fibers to each 
other and also various compounds for enhancing the effect of the binder are added to the 
sheets. For example, Japanese Unexamined Patent Publication (Kokai) No. Heisei 2- 
149237 discloses a water-decomposable cleaning article made of water-decomposable 
paper that contains a carboxyl group-having water-soluble binder, in which an alkaline 
earth metal such as manganese and zinc is infiltrated into the water-decomposable paper 
along with an organic solvent Japanese Unexamined Patent Publication (Kokai) Nos. 
Heisei 9-132696 and 9-132897 disclose water-decomposable sheets which contain 
water-insoluble or water-swell able carboxymethyl cellulose serving as a binder, along 
with sodium carbonate added thereto. Japanese Unexamined Patent Publication 
(Kokai) No. Heisei 11-187983 discloses a water-decomposable fibrous sheet which 
contains an alkyl cellulose serving as a binder, along with a copolymer, an amino acid 
denvitiveand Wf If rtmlytf — H rtwCTfj r r the-fibrous sheets disclosed therein have sorne^ 
problems- They are often sticky if containing a large amount of such a binder. They 
shall contain a large amount of a metallic compound serving as an electrolyte in order 
that the binder therein is salted out to increase the wet strength of the sheets. Using the 
sheets having such a large metal content for wiping the skin is unfavorable. 
[0006] 

Japanese Unexamined Patent Publication (Kokai) No. Heisei M68999 
discloses a water-dispersible cleaning article made of easily water-dispereible paper 
prepared from a mixture of from 60 to 99 % by mass of water-dispersible fibers for 
paper and from 1 to 40 % by mass of water-insoluble carboxymethyl ated pulp, wherein 
the paper carries an active material-containing organic compound applied thereto. 
However, a large amount of the active material-containing organic compound (e.g., 
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mono- or polyalcohols, oils and fats, etc-) is infiltrated into the cleaning article in order 
to increase the wet strength of the article. If containing a large amount of a skin- 
irritating compound such as alcohol or the like, sheets could not be used for wiping the 
private parts of babies and infants. Furthermore, if containing a large amount of an 
organic solvent, the sheets will damage resin objects. 
[0007] 

One object of the present invention is to provide a fibrous shtet capable of 
readily decomposing in water and having good dry strength and wet strength. 
[0008] 

Another object of the invention is to provide such a ^ater-decomposable 
fibrous sheet for various wiper applications, for example, for wiping the private parts of 
human bodies and for cleaning resin objects. 
[0009] 

^n~a^hff^tijFc-r fibrous sheet 

comfortably usable with no sticky feel 
[0010] 

[Means for Solving the Problem] 

The aforementioned objects and the advantages according io the invention are 

accomplished by a water-decomposable fibrous sheet comprising water-dispersible 

fibers having a fiber length of at most 20 mm and a gel compound. Though having 

high strength at break both in dry and in wet, the water-decomposable fibrous sheet of 

the invention well decomposes in water when in wet 

[0011] 

Preferably, the gel compound is formed from colloidal particulates and an 
electrolyte. More preferably, the coll idal particulates are colloidal silica. Still 
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preferably, the colloidal silica content of the sheet fells between 0.25 g and 25 g in 
terms of silicic acid anhydride, relative to 100 g of the fibers constituting the sheet 
Still preferably, the sheet contains an aqueous solution infiltrated thereinto and the 
aqueous solution contains at least 0.2 % by mass of the electrolyte. 
[0012] 

Also preferably, the sheet further contains a binder for binding the fibers to 
each other. More preferably, the binder is at least one compound selected from a 
group consisting of alkyl celluloses, carboxymethyl cellulose, polyvinyl alcohol, 
modified polyvinyl alcohols, sodium polyacrylate, sodium alginate, polyethylene oxide, 
starch, and modified starches. 
[0013] 

In this case, preferably, the sheet is so constructed that a layer containing the 
binder and the colloidal silica is formed on the surface of a fibrous layer of the water- 
dis persible fibers. Also preferabl y , it is so constructed that a layer of the binder is 
formed on the surface of the fibrous layer of the water-dispeisible fibers containing the 
colloidal silica. Also preferably, the sheet contains the colloidal silica and the binder 
in the fibrous layer of the water-dispersible fibers. 
[0014] 

Furthermore, in the aforementioned case, preferably, the fibrous layer is of a 
water-decomposable non-woven fabric having been subjected to water-jetting treatment. 
Also preferably, the fibrous layer is of a water-decomposable piper having been 
prepared in a paper-making process. 
[0015] 

Preferably, a weight of the fibers constituting the sheet falls from 30 to 80 

g/m 2 . 
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Also preferably, the sheet has a degree of decomposition in water of at most 
200 seconds measured in wet according to JIS P-4501, a strength at break in dry of at 
least 1400 g/25 mm, and a strength at break in wet of at least 150 g/25 mm. 

[0016] 

[Mode for Implementing the Invention] 

The water-decomposable fibrous sheet of the invention will be described in 

detail hereinunder. 

[0017] 

The water-dispersible fibers of the invention are meant to indicate fibers well 
dispersible in water. The dispersibijity in water referred to herein has the same 
meaning as the decomposability in water, and is meant to indicate that the fibers 
constituting the sheet are decomposed and dispersed well in water when kept in contact 
with a large amount of water. 

[0018] _ ._ _ 

The fibers constituting the sheet of the invention may be any of natural fibers 
and/or chemical fibers. The natural fibers include those from wood putp such as soft 
wood pulp, hard wood pulp, etc.; and also those from Manila hemp, linter pulp, etc. 
The chemical fibers include regenerated fibers of rayon and fibrillatcd rayon; synthetic 
fibers of polypropylene, polyvinyl alcohol, polyester, poly acrylonil rile, etc. Among 
those, preferred are pulp and rayon, as being well dispersible in water. Further usable 
herein are biodegradable fibers of polylactic acid, polycaprolactone, aliphatic polyesters 
such as polybutylene succinate, polyvinyl alcohol, collagen, etc. Needless to say, any 
fibers other than those mentioned above are usable herein so far as thsy are dispersible 
in water, 

[0019] 
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The fiber length of the water-dispersible fibers is at most 20 mm for the 
decomposability in water of the fibrous sheet comprising the fibers. Preferably, it falls 
between 2 mm and 10 mm. The fiber length referred to herein indicates the mean fiber 
length of the fibers, In case where rayon is used for the water-dispersible fibers, its 
fineness preferably fells between 1.0 and 3.0 deniers (between 1.1 and 33 dtex). 
[0020] 

The gel compound for use in the invention is in the font) of a gel. When 
added to the fibrous sheet, it fulfills the function of increasing the s facet strength. The 
gel compound may be a gel of colloidal particulates including, for example, colloidal 
silica, colloidal alumina, colloidal zirconia, platinum colloid, iron hydroxide colloid, 
colloidal graphite, silver colloid, gold colloid, etc. Among those, prcfemed is colloidal 
silica as being highly safe to human bodies and inexpensive. Colloidal silica is a 
colloid dispersion of ultra-fine particulates of silicic acid anhydride dispersed in water. 
Silicic acid anhydride may have a particle size of fr om 0,007 to 0.05 ma, for example^ 
In general, colloidal silica contains from 20 to 40 % by mass of silicic acid anhydride. 
[0021] 

Colloidal silica is readily gelled with metal ions added thereto, especially with 
polyvalent metal ions. Gelation of colloidal silica is caused by electric instability 
thereof with an electrolyte added thereto. Therefore, as is the case with the salting-out 
reaction, the electrolyte concentration in the gel of colloidal silica is lowered when the 
gel is contacted with a large amount of water, and the bonding force of the gel is thereby 
lowered, Accordingly, colloidal silica existing in the fibrous sheet can increase the 
strength of the sheet with little influence on the decomposability of the sheet in water. 
[0022] 

In order to increase the strength of the fibrous sheet, the colloidal silica cont nt 
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of the sheet is preferably at least 0.1 g in terms of silicic acid anhydride therein, per 1 
m 2 of the sheet. Also preferably, the colloidal silica content of the sheet falls between 
0.25 g and 25 g in terms of silicic acid anhydride therein, relative to 100 g of the fibers 
constituting the sheet If the colloidal silica content is larger than Hie uppermost limit 
set froth above, the decomposability in water of the sheet will be low, 
[0023] 

For gelling colloidal silica, any electrolyte may be used- For example, the 
electrolyte for that purpose may be at least one compound selecied from a group 
consisting of sodium sulfate, potassium sulfate, zinc sulfate, aluminium sulfate, alum, 
sodium chloride, calcium chloride, magnesium sulfate, zinc nitrate, jxrtassium chloride, 
sodium carbonate, sodium hydrogencarbonate, ammonium carbonate, sodium citrate, 
sodium pyrrolidonecarboxylate, potassium citrate, sodium tartrate, jjotassjum tartrate, 
sodium lactate, sodium succinate, sodium pantothenate, calcium lactate, and sodium 

iawy lsulf ate,— — — — — — . . 

[0024] 

The electrolyte is dissolved in water, and the resulting aqueous solution is 
infiltrated into the sheet. In this case, the electrolyte concentration necessary for 
gelling colloidal silica is at least 0.2 % by mass. This concentration may be lower than 
the electrolyte concentration in conventional water-decomposable fibrous sheets with a 
water-soluble binder therein, for making the binder undergo salting-out reaction or 
cross] inking reaction* 
[0025] 

From the fibers and the gel compound mentioned above, the fibrous sheet of 
the invention is formed. For example, fibers and a gelling compound are mixed, and 
formed into a sheet according to a paper-making process or through water-jetting 
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treatment As the case may be, fibers are firstly formed Into a fibrous layer according 
to a paper-making process or through water-jetting treatment, and a gelling compound Is 
applied onto the fibrous layer to finish a sheet. For gelling the gelling compound, an 
aqueous solution of an electrolyte is infiltrated into the sheet The water- 
decomposable fibrous sheet of the invention thus produced has a high wet strength, and, 
when brought into contact with a large amount of water, the bonding force of the gel 
therein is lowered, so that the sheet is readily decomposed in water. 
[0026] 

Preferably, the weight (Metsuke) of the fibers constituting the fibrous sheet of 
the invention falls between 30 and 80 g/m 2 . If its weight is smaller than the lowermost 
limit of the defined range, the sheet could not have the necessary strength for wiper 
applications. It however, its weight is larger than the uppermost limit of the defined 
range, the sheet will be not flexible. In particular, in case where the sheet is used for 
^pingllie^fivateparts of human bcKttes or for cleanmg e^ 
weight is more preferably from 40 to 60 g/m 2 , in view of the strength and the soft feel of 
the sheet. 
[0027] 

In order to further increase its wet strength, the water-decomposable fibrous 
sheet of the invention preferably contains a binder along with the gel compound. Any 
and every binder may be used in the sheet. For example, the binder is preferably at 
least one or more compound selected from a group consisting of alky 1 celluloses, water- 
soluble, water-swellable, or water-insoluble carboxymethyl cellulose, polyvinyl alcohol, 
modified polyvinyl alcohols, sodium polyacrylate, sodium alginate, polyethylene oxide, 
starch, and modified starches. 
[0028] 
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Alky] celluloses referred to herein are cellulose derivatives prepared by 
substituting the hydroxy! groups in the glucose ring units of cellulose with alkyl groups. 
They may include, for example, methyl cellulose, ethy] cellulose, benzyl cellulose, etc. 
Among those, especially preferred is methyl cellulose as being more effective for 
enhancing the decomposability in water of the sheet and for increasing the strength 
thereof. On the other hand, modified polyvinyl alcohols are vinyl alcohol-based 
polymers containing a predetermined amount of sulfonic acid groups or carboxyl 
groups. 
[0029] 

The amount of the binder to be added (or the coating amount) to the sheet is 
preferably from 0.5 g to 20 g relative to 100 g of the mass of the fibers constituting the 
sheet. If the amount thereof is smaller than the lowermost limit of the defined range, 
the wet strength of the fibrous sheet will be low. However, if the amount is larger than 

— — — the-uppermost-limit of the defined range^the-fibrous-sheet^wilLbc-Sticlcy^and.hard,^ 

thereby losing a soft feel in use. If so, in addition, the decompos&bility in water of the 
sheet will be poor 
[0030] 

Some concrete examples of producing the water-decomposable fibrous sheet of 
7 the invention that contains water~dispersible fibers, a gel compound and a binder are 

mentioned below. 

(1) Water^dispersible fibers are made into water-decomposable paper 
according to a paper-making j^ocess; or a web made of water-dispersible fibers is 
subjected to water-jetting treatment to give a water-decomposable nnn-woven fabric, 
A binder and a gelling compound are applied onto the water-decomposable paper or the 
water-decomposable non-woven fabric* Next, an aqueous solution oj an electrolyte is 
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infiltrated into the resulting sheet. Namely, the thus-produced fibrous sheet is so 
constituted that a layer containing a binder and a gel compound is formed on the surface 
of the layer of water-dispersible fibers, 

(2) Water-disperaiblc fibers and a gelling compound are mixed and made into 
water-decomposable paper according to a paper-making process; or a web made of a 
mixture of water-dispersible libers and a gelling compound is subjected to water-jetting 
treatment to give a water-decomposable non-woven fabric. A binder is applied onto 
the water-decomposable paper or the water-decomposable non-woven fabric through a 
silk screen or the like, for example. Next, an aqueous solution of an electrolyte is 
infiltrated into the resulting sheet Accordingly, the thus-produced fibrous sheet is so 
constituted that a binder layer is formed on the surface of the fibrous layer comprising 
water-dispersible fibers and containing a gel compound. 

(3) Water-dispersible fibers, a gelling compound and a binder are mixed and 

made into water-decomposable pa per accordin g to a paper-making process; or a web 

made of a mixture of water-dispersible fibers, a gelling compound and a binder is 
subjected to water-jetting treatment to give a water-decomposable non-woven fabric. 
Next, an aqueous solution of an electrolyte is infiltrated into the resulting sheet 
Accordingly, the fibrous layer of the thus-produced sheet contains a gel compound and 
a binder. 
[0031] 

The water-jelting treatment will be described in detail. The fibrous web 
formed in the manner as above is put on a continuously moving, meshed conveyor belt, 
and exposed to high-pressure water-jetting streams to such a degree that the streams 
applied thereto could pass through from a top surface to a back surface of the fibrous 
web, Through the water-jetting treatment, the properties of the resulting non-woven 



PAGE 34/45 * RCVD AT 12/4/2003 2:19:43 PM [Eastern Standard Time] ' SVR:USPT0-EFXRF-1/1 * DNIS:8729471 * CSID:212 753 6237 ' DURATION (mm-ss):1048 



12/04/2003 14:28 FAX 212 753 6237 DARBY & DARBY PC @| 035/045 



fabric are changed, depending on the weight of the fibrous web io be processed, the 
pore diameter of the jetting nozzles to be used, the number of the pores of the jetting 
nozzles, the speed at which the fibrous web is processed with the water-jetting streams 
(processing speed) or the like. For example, when the woik load to be derived from 
die following formula: 

Work load (kW/m 2 ) 

= {L63 x jetting pressure (kg/cm) x jetting flow rate (m'/rain)} + processing 
speed (m/min), 

is from 0.04 to OS (jcW/m 2 ) in one treatment for one surface of the fibrous web, it is 
desirable that the water-jetting treatment is effected about 1 to 6 times to obtain a 
favorable non-woven fabric. However, in case where the processing conditions are 
changed variously, favorable non-woven fabrics could be obtained even though the 
work load does not fall within che preferred range set forth above. 

[0032] _^^__ r 

The fibrous sheet of the invention that comprises such a water-decomposable 
non-woven fabric having been subjected to water-jetting treatment is bulky and soft, 
thereby being favorable to wiper applications. For example, the thickness of the 
fibrous sheet having been subjected to water-jetting treatment is preferably at least 04 
mm. 
[0033] 

The fibrous sheet of the invention is suitable for wiper applications both in dry 
and in wet condition. For wiper applications, however, it is desirable that the fibrous 
sheet has a dry strength at break of at least 1400 g/25 mm, and a wet strength at break of 
at least 150 g/25 mm. Abo preferably, the decoraposability in waier of the fibrous 
sheet, measured in w t according to JIS P-4501, is at most 300 seconds, in order that the 
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sheet ensures the strength as above and can be readily decomposed in water, when 
disposed of in toilets and others and when brought into contact with a large amount of 
water therein. More preferably, the decomposable ty in water of the fibrous sheet is at 
most 200 seconds, even more preferably at most 100 seconds. However, so far as its 
decomposability in water is at most 250 seconds or so, the sheet can be well disposed of 
in flush toilets with no problem. 
[0034] 

In case where the fibrous sheet of the invention contains an alkyl cellulose 
serving as a binder, it may contain some additional compounds for further increasing 
the wet strength of the fibrous sheet. For example, the fibrous sheet may additionally 
contain a copolymer of a copolymerjzable acid anhydride compound such as 
(meth)acrylic acid-maleic acid resin, (mcth)acrylic acid-fumaric acid resin or the Hke, 
with a compound copolymers blc with the acid anhydride compound. Preferably, the 

_ ^copolymer is sa ponified with sodium hydroxide or the Hke to have a partially saponified 

sodium carboxylate moiety. Also preferably, the fibrous sheet may contain an amino 
acid derivative such as trimethylglycine, etc, 
[0035] 

In addition, the fibrous sheet of the invention may contain any other 
compounds not interfering with the effect of the invention. R>r example, it may 
contain any of surfactants, bactericides, preservatives, deodorants, moisturizers, 
alcohols, etc. It may also contain an organic solvent for enhancing the wiping 
capability of the sheet In this case, however, it is desirable that the organic solvent in 
the sheet does not have any negative influences on the skin and plastic objects. The 
organic solvent may include monoalcohols such as ethanol, isopropyl alcohol, etc.; 
polyalcohols such as propylene glycol, polyethylene glycol, poropylene glycol 
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monomethyl ether, etc. 
[0036] 

The water-decomposable fibrous sheet of the invention can be used as wet 
tissue for wiping the skin of human bodies including the private parts thereof, and for 
cleaning toilets and thereabouts. 
[0037] 

If desired, water and optionally any other compounds such ;is those mentioned 
above may be infiltrated into the water-decomposable fibrous shert of the invention, 
before the sheet is packaged. In case where the sheet is wetted and packaged for 
public sale, it shall be airtightly packaged and put on the market so that it is not 
spontaneously dried. On the other hand, the sheet may be marketed n dry. The users 
may wet it with water and optionally any other compounds such as those mentioned 
above, before use. The dry fibrous sheet which shall be used still in dry is prepared by 
_aMng_c^iM^Ii(»_ai^^ 



electrolyte in the sheet, and finally drying the sheet. 
[0038] 

[EXAMPLES] 

The invention will be described hereinafter in more detail wil h reference to the 
following Examples, which, however, are not intended to restrict Ihe scope of the 
invention. 
[Example A] 

Raw fibers of bleached soft-wood kraft pulp (NBKP, a degree of beating in 
Canadian Standard Freeness Test (CSF) = 550 cc) and rayon (fiber length 5 mm, 1.7 
dtex) were mixed and formed into a fibrous web, which was then subjected to water- 
jetting treatment to be a water-decomposable non-woven fabric. In this, case, the blend 
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ratio of NBKP to rayon was 50:50 % by mass, Regarding the condition for the water- 
jetting treatment, the nozzle diameter was 95 urn, the nozzle pitch was 0*7 mm, and the 
work load was 0.17514 KW/id' 
[0039] 

A mixture of colloidal silica (Snowtex S (trade name) manufactured by Nissan 
Chemical, having a silicic acid anhydride content of from 30 to M % by mass and 
having a particle size of from 7 to 9 nm) and methyl cellulose serving as a binder was 
applied onto the surface of the resulting, water-decomposable non-wo*en fabric, and 
dried thereon. Next, a liquid chemical was infiltrated into the Eibrfc to prepare a 
water-decomposable fibrous sheet of the invention, in which the amount of the liquid 
chemical was 250 % by mass relative to the mass of the sheet. To each sample of this 
Example, the amount of colloidal silica to be added is indicated in terms of the amount 
of silicic acid anhydride therein. The amount of colloidal silica vanes in each sample. 
Jli^liquid chemical applied to the sheet.is an.aque^ 

of sodium sulfate, 4 % by mass of trimethylglycine, and 10 % by mass of propylene 
glycol The decomposability in water of each sample in wet and the wet strength 
thereof were measured* The details are as follows: 
[0040] 

(Decomposability iq Water) Hie test for the decomposability in water of each sample 
was based on the test of JIS P-4501 indicating the degree of degradability cf toilet paper. 
Precisely, the sample to be tested was cut into pieces each having a length of 10 cm and 
a width of 10 cm, and one piece was put into a beaker filled with 300 ml of ion- 
exchanged water, and stiired therein with a rotor The revolution sp^ed of the rotor 
was 600 rpm. The condition of the test piece being dispersed in water was 
macroscopically observed at predetermined time intervals, and the time until the test 
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piece was finely dispersed was measured (see the following Table - in terms of 
seconds), 
[0041] 

(Wet Strength) The dry or wet strength of each sample was measured as follows, 
The sample to be tested was cut into pieces each having a width of 25 ram and a length 
of ISO mm, and the pieces were tested both in the longitudinal direcTion (MD: Machine 
Direction) and in the transverse direction (CD: Cross Direction), b) use of a Tensilon 
tester, of which the chuck distance was 100 mm and the stress rate was 100 mm/min. 
from the data obtained, the strength of the sample was calculated according to the 
following formula: 

Wet Strength = /(strength (gf) at break in MD x strength (gf) at break in CD) 
The value thus obtained indicates the wet strength of the sample tested (see the 
following Table - in terms of g/25 mm)* 
[0042] 

With comparative Examples, fibrous sheets not containing colloidal silica were 
prepared in the same manner as in Examples, and their dccomposability in water and 
wet strength were measured also in the same manner as herein. The test results 
obtained are given in Table 1, 
[0043] 
[Table 1] 
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[0044] 
[Example B] 

Water-decomposable fibrous sheets were prepared in the siime manner as in 
Example A- It should be noted that the type of the electrolyte in the liquid chemical 
to be infiltrated into these sheets was varied in each example. The fibrous sheets thus 
obtained herein were tested in the same manner as in Example A for the 
decomposability in water and the wet strength. 
[0045] 

With comparative Examples, fibrous sheets not containing colloidal silica 
were prepared in the same manner as in Examples, and their decomposability in water 
and wet strength were measured also in the same manner as herein. The test results 
obtained are given in Table 2. 
[0046] 

[Table 2] 
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[0047] 
[Example C] 

Water-decomposable fibrous sheets were prepared in the same manner as in 
Example A. In this case, however, the pH and the particle size of colloidal silica 
added to these sheets were varied Hie fibrous sheets thus obtained herein were tested 
in the same manner as in Example A for the decomposability in water and the wet 
strength- The test results obtained are given in Table 3* 
[0048] 
[Table 3] 
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[0049] 

[EFFECT OF THE INVENTION] 

The fibrous sheet of the invention is well decomposable in water and has good 
dry strength and wet strength. 
[0050] 

Being different from the conventional water-decomposable fibrous sheets, the 
fibrous sheet of the invention requires neither a large amount of an electrolyte for 
salting out a binder nor a large amount of an organic solvent Accordingly, the fibrous 
sheet of the invention has many applications for wiping the private parts of human 
bodies and for cleaning resin objects or the like. 
[0051] 

Also different from the conventional water-decomposable fibrous sheets, the 
fibrous sheet of the invention has high wet strength even though ihe amount of the 

binder to be added thereto is reduced , Accordingly, the fibrous sheet of the invention 

is not sticky and can be used comfortably* 
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